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6.    18 inches thick.                                 v"

7.    18 inches thick, best grade of quarry. "

8.    10 inches thick.

9.    6 inches thick, steel gray.

10.    15 inches thick, buff colored.

11.    11 inches thick.

12.    12 inches thick.

13.    5 inches thick.

All the beds are merchantable, save numbers 5 and 13. The thitmer
seams are used for flagging. All the beds lie practically in a htfet-
zontal position. (See Ills. 12.)



(12.)  Sandstone quarry of the Blue Grass Quarries Company,  Bluestone,
Carter County,   Kentucky.

From an old analysis made by Dr. Robert Peter the silicas content
of this sandstone is given as 93.128 per cent. The compressive
strength is 15,724 Ibs. per square inch, and the transverse strength
4,152 Ibs., as determined by the Watertown Arsenal, Watertown,
Mass.
